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Method for manufacturing a photonic device and a photonic 
device 

Technical field 

The present invention relates to a method for manufacturing a 
5 photonic device, more specifically an active photonic device, 
such as a laser, optically connected to a passive photonic 
device, such as a modulator, as defined by the preamble of 
claim 1. The invention also relates to a photonic device as 
defined by the preamble of claim 14 , 

10 Background to the invention 

Fibre optical communications uses light confined in an optical 
fibre for transferring information over long distances. For 
high speed transmission over long distances, an in^ortant 
light source for fibre optical communication is the Distribut- 
15 ed Feed-Back laser (DFB- laser) . 

Two major types of DFB-lasers exist: Buried Heterostructure 
(BH) and Ridge. These two types are briefly described in 
connection with Figure la and lb. Both have their advantages, 
e.g. the BH in general gives better performance and the Ridge 
20 is simpler to manufacture, 

Even better performance may be obtained by adding a modulator 
to the DPB laser, e.g. an integrated Electro Absorption modul- 
ator (DFB-EA) , since it introduces less chirp than direct 
modulation of the laser. 

25 The DFB-EA component is made of a laser (DFB) and a modulator 
(EA) . The device may be manufactured in many different ways 
and a popular way is to first epitaxially grow the laser 
material, then etch away all material not needed for the laser 
part and regrow new material around the laser (Butt Joint) to 



use for the modulator. Then a Ridge DFB-EA could be made if a 
contact layer is grown on top of the laser and the modulator 
material followed by etching the ridge. 

This way to manufacture the DFB-EA device would introduce 
problems with current leakage/recombination in the butt 
jointed rim around the material forming the laser part due to 
defects at the interface and only slightly higher bandgap in 
the surrounding regrown material forming the modulator part. 
This causes high threshold currents. A typical value for the 
bandgap energy for the laser material is 0.80 eV and for the 
modulator material 0.83 eV. It is generally difficult to 
control the composition and quality of the modulator material 
close to the laser material due to diffusion of material from 
the masked region, so called SAG - Selected Area- Growth. 

These issues may be taken care of by manufacturing a BH DFB-EA 
laser instead. In this case a narrow mesa (waveguide) is 
etched down and semi -insulating (SI) InP is regrown around the 
laser and the modulator waveguide (see figure la) , thus 
forcing all current to run through the component. The etching 
may also be done in front of the modulator, hence the regrown 
SI -InP will create a window some 15-30 jim adjacent to where 
the device finally will be cleaved. The window is used to 
suppress the light reflected by the cleaved facet of the chip 
back into the laser* This is achieved by spreading the light 
leaving the modulator waveguide material before it is 
reflected from the cleaved facet (see figure 2) . The window 
thus relaxes the requirements on the anti -reflective coating 
of the facet. However, this method of manufacture of a DFB-EA 
requires one or two extra epitaxial process steps and hence 
increases the complexity (and price) of the device. Also, it 
is well known that the regrowth of the current -blocking layer 
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around the mesa in the BH-laser may cause reliability 
problems . 

Suxmnary of t;he invention 

The object of the invention is to provide a simplified method 
5 for manufacturing a first photonic device optically coupled to 
a second photonic device with a decreased current 
leakage/recombination in the rim around the material forming 
the first photonic device. 

This object is achieved by the characterising features of 
10 claim 1, and the characterising features of claim 14. 

An advantage with the present invention is that it is simpler 
to manufacture compared to an ordinary BH device,..- having the 
same or better performance, with a potential for high yield 
and low cost. 

15 Another advantage is a higher reliability due to the simpler 
manufacturing process. 

The invention is further described below in connection with 
the appended drawings, which are included as examples 
illustrating the invention. 

20 Brief description of the drawings 

Fig, la shows a prior art Buried Heterostructure (BH) laser. 
Fig. lb shows a prior art ridge laser. 

Fig. 2 shows a cross -sectional view of a BH DFB-EA device with 
a desired window region, 

25 Fig. 3 shows a cross -sectional view of a ridge DFB-EA device 
without a window region. 
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Figs. 4a and 4b show a top view and a cross -sectional view, 
respectively, of a semiconductor wafer with an etched island 
mesa mask. 

Figs. 4c and 4d show a top view and a cross- sectional view, 
5 respectively, of a semiconductor wafer with regrown modulator 
material . 

Figs. 5a-5e show manufacturing steps for producing a photonic 
device according to the invention. 

Figs. 6a-6b show cross -sectional views of the manufactured 
10 device in figure 5e. 

Fig. 7a shows the mask applied in figure 5d. 

Fig. 7b shows an alternative mask that is applied in figure 9. 

Figs. 8a and 8b show alternative manufacturing steps for 
producing a photonic device according to the invention. 

15 Pig. 9 shows a cross-sectional perspective view of a photonic 
device manufactured according to the alternative manufacturing 
steps in fig. 8a and 8b. 

Figs. lOa-lOc show cross-sectional views of the manufactured 
device in figure 9. 

20 Detailed description of preferred exnbodiments 

Figures la and lb have briefly been discussed in the 
■ background to the invention, where figure la shows a BH DFB 

i laser and figure lb shows a ridge DFB laser. These will now be 

described in more detail . In the case where the same reference 
'25 numeral is used in different figures, it will indicate the 

same or a similar feature. 
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The buried heterostructure DFB laser 10 shown in figure la is 
manufactured on top of a semiconductor substrate !• A set of 
layers including an epitaxial layer 2, a waveguide layer 3 and 
a protective layer 4 are thereafter grown on top of the 
5 substrate 1. The protective layer 4 may also include a grating 
with a protective coating arranged on top of the grating. The 
set of layers 2-4 is thereafter shaped into a waveguide mesa 
having a predetermined width. The substrate is preferably InP 
and has a first type of dopant, e.g. n-type (n-InP) . In this 
10 example, the epitaxial layer 2 is also n-lnP, the waveguide 
layer is InGaAsP and the protective layer is p-InP. 

A semi -insulating InP (Sl-InP) layer 5 is arranged beside the 
waveguide mesa and a n-InP layer 6 is applied on top of the 
semi -insulating InP layer 5. A p-InP cladding layer 7 is 
15 thereafter arranged on top of the n-InP layer 6 and in contact 
with the protective layer 4. A p-InGaAs contact layer 8 is 
arranged on top of the cladding layer 7 and a metal contact 9 
is arranged on top of the contact layer 8, 

The ridge DFB laser 20 shown in figure lb is manufactured on 
20 top of a semiconductor substrate 1* A set of layers including 
an epitaxial layer 2, a waveguide layer 3 and a protective 
layer 4 are thereafter grown on top of the substrate 1, The 
substrate is preferably InP and has a first type of dopant, 
e.g. n-type (n-InP) . In this example, the epitaxial layer 2 is 
25 also n-InP, the waveguide layer is InGaAsP and the protective 
layer is p-InP. 

An InGaAsP etch stop layer 11 is thereafter arranged on top of 
the protective layer 4 and a cladding layer 7 is grown on top 
of the etch stop layer 11. A contact layer 8 is grown on top 
30 of the cladding layer 7. The contact layer 8 and the cladding 
layer 7 are thereafter shaped into a ridge by an etch process. 
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etching all the way down to the etch stop layer 11. An 
insulating material 12, such as a polymer, is thereafter spun 
on. A metal contact 9 which is in connection with the contact 
layer 8, is arranged on top of the laser, 

5 Figure 2 shows a cross -sectional view of a BH DFB-EA with a 
desired window region, as previously described in background 
to the invention. The photonic device is manufactured on top 
of a semiconductor material 1, such as a substrate, which 
preferably is n-type InP. Two sets of layers constituting 

10 laser material 2-4, and modulator material 32-34, which are 
optically connected in a butt joint process as described in 
more detail in figure 4a-4d, are arranged on top of the 
substrate 1. The laser and modulator material is thereafter 
masked and unmasked material is etched down to the substrate 

15 1, to achieve a waveguide mesa and to create a window region. 
A semi -insulating InP (SI -InP) layer 5 is arranged beside the 
waveguide mesa and in the window region. A cladding layer 7 
and contact layer 8 is thereafter deposited as described in 
connection with figure 1. The contact layer 8 is divided into 

20 two parts, each part being separately arranged on top of laser 
and modulator. Thereafter is a laser contact 9 and a modulator 
contact 21 arranged on top of each part of the contact layer 
8. 

Figure 3 shows a cross- sectional view along a Ridge DFB-EA 
25 device. This embodiment does not have a window region. The 

photonic device is manufactured on a semiconductor material 1, 
such as a n-InP substrate. Two sets of layers constituting 
laser material 2-4, and modulator material 32-34, which are 
optically connected in a butt joint process as described in 
30 more detail in figure 4a-4d, are arranged on top of the 
substrate 1. A cladding layer 7 and a contact layer 8 is 
arranged on top of the two sets of layers 2-4, 32-34 and a 
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ridge structure is shaped using a mask in an etch process. An 
insulating material 12, such as a polymer, is thereafter spun 
on. The contact layer 8 is divided into two parts, each part 
being separately arranged on top of laser and modulator • A 
5 laser contact 9 and a modulator contact 21 are arranged on top 
of each part of the contact layer 8. 

The arrow 35 in figure 2 and 3 indicates the light trans- 
mission direction. 

Figures 4a-4c illustrates how to optically connect two 
10 photonic devices to each other. This process is known as "Butt 
Joint" . 

Figure 4a shows a top view of a semiconductor wafer 25, which 
has been provided with a first set of layerp 22, comprising an 
epitaxially grown n-lnP layer 2, a first waveguide layer 3 and 

15 a protective p-InP layer 4 grown on top of the substrate l and 
shaped into islands. The shaping is performed by applying an 
island mask 30 on top of the protective layer 4 and thereafter 
etching the unmasked layers down to the substrate 1 to obtain 
the shape shown in figure 4a, Figure 4b shows a cross - 

20 sectional view along line A-A in figure 4a. The island mask 30 
is preferably a nitride mask and is typically 10x500 /xm. 

Figure 4c shows a top view of a semiconductor wafer 25, upon 
which a second set of layers 31, comprising an n-InP layer 32, 
a second waveguide layer 33 and a protective layer 34, has 
25 been grown. The second set of layers 31 (corresponding to 

modulator material) surrounds the first set of layers 22 (i,e- 
the laser material) . Fig. 4d shows a cross -sectional view 
along line A-A in figure 4c. 

This process of obtaining laser material optically connected 
30 to modulator material is called "Butt Joint" , as mentioned 
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above, and is widely used in photonic device manufacture- The' 
island mask 30 is thereafter removed and the wafer with the 
islands of laser material surrounded with modulator material 
may be used for further processing. 

5 Alternative methods for optically connecting the laser and 

modulator material that may be used to implement the present 
invention are SAG (Selective Area Growth) , as is described in 
the published patent application WO 00/38284, and Quantum Well 
IntexTnixing (QWI) also known as Impurity Free Vacancy 

10 Disordering. QWI is a method where the complete wafer surface 
is covered by a single set of layers, including a waveguide 
layer. Island masks are applied to the surface, to protect the 
areas where the lasers are to be created, and a substance, 
e.g. quartz, is sputtered onto the exposed surface. The wafer 

15 is thereafter annealed, which will cause a mixing of the 

quantum wells and thus a change in the material into modulator 
material. This is well known for a skilled person in the art. 

Figures 5a-5e show views of a process to manufacture a 
photonic device . 

20 Figure 5a shows a top view of a part of the semiconductor 
wafer 25 in figure 4c including the first set of layers 22 
surrounded by the second set of layers 31. A line 26 indicates 
a position where the processed wafer is cleaved when 
completed, 

25 A first mask 50 is arranged on top of the two sets of layers 
22 and 31, as shown In figure 5b. Unmasked areas are etched 
down to the substrate 1 and the first mask is removed, the 
result after this step is shown in figure 5c. The shape of the 
first mask makes it possible to remove all of the modulator 

30 material adjacent to the laser material not being in a light 
transmission direction thereof. 
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The first mask is determining the physical shape of the . 
finished laser and modulator waveguide material. Other shapes 
of the first mask shown in figure 5b are of course possible, 
see figure 8a, The essential part of the first mask 50 is that 
5 it allows modulator material adjacent to the laser material to 
be removed by the following etch step. 

Figure 5d is a cross -sectional perspective view taken along A- 
A in figure 5c showing the photonic device after growing a 
cladding layer 7 on top of the remaining sets of layers 22 and 
10 31 and the exposed substrate 1, and a contact layer 8 on top 
of the cladding layer 7. A second mask 52 is arranged on top 
of the contact layer 8, directly above the first and second 
set of layers 22 and 31. 

The contact layer 8 and a part of the cladding layer 7, in 
15 areas not masked with the second mask 52, are etched away. The 
etching may be performed with a dry etching process, such as 
RIE-etching/ or a wet etching process, and the etching process 
is terminated when reaching the underlying first 22 and second 
31 set of layers. The second mask 52 is removed and the 
20 contact layer is divided into two parts, each part being 

separately arranged on top of the first and second photonic 
device, respectively. An insulating material 53, such as a 
polymer, is thereafter spun on, thus creating a layer 54 of 
InP surrounding the active layers 22 and 31. Metal contacts 9 
25 and 21 are arranged on top of each part of the contact layer 
8. This is shown in the cross -sectional perspective view in 
figure 5e, 

Figures 6a-6b show cross-sectional views of the laser and 
modulator of the photonic device shown in figure 5e. 

30 Figure 6a shows a cross-section of the laser of the photonic 
device along A-A in figure 5e. The cladding layer 7 and the 
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contact layer 8 are surrounded by the insulating material 53 . 
The first set of layers 22, which is arranged directly beneath 
the cladding layer 7, is surrounded by the created InP layer 
54 . The first set of layers 22 and the created InP layer 54 
5 are arranged on a substrate 1. 

Figure 6b shows a cross- section of the modulator of the 
photonic device along B-B in figure 5e. The cladding layer 7 
and the contact layer 8 are surrounded by the insulating 
material 53. The second set of layers 31, which is arranged 
10 below the cladding layer 7 and some of the insulating material 
53, is surrounded by the created InP 54. The second set of 
layers 31 is arranged on the substrate 1, 

Figure 7a shows the shape of the second mask 52 used in the 
manufacturing steps described in connection with figure 5d. 
15 The second mask 52 has a rectangular shape covering all parts 
of the photonic device, i.e. laser and modulator. 

Figure 7b shows an alternative shape of a second mask 52', 
which is used in the alternative manufacturing steps resulting 
in the photonic device shown in figure 9. The essential 

20 difference between the shape of the masks, for the invention 
as such, is the addition of a window masking portion 57. The 
window masking portion 57 of the alternative second mask 52' 
has a tapered shape that will improve the efficiency of a 
window region 51 by eliminating or at least reducing the 

25 reflections from the side walla of the mesa, allowing the use 
of a longer window region* The tapering should be done 
smoothly to avoid unwanted reflections into the waveguide. 

The width of the laser masking portion 55 may be different 
than the width of the modulator masking portion 56, but in 
30 this example they have the same width. When shaping the laser 
and the modulator material in the photonic device an 




11 



alternative first mask 58 may be applied instead of mask 50 
used in figure 5b. Figure 8a shows the alternative first mask 
58 arranged on top of the two sets of layers 22 and 31. The 
shape of the alternative first mask 58 makes it possible to 
5 create a window region 51 adjacent to the modulator in the 
light transmission direction thereof. 

The unmasked areas are etched down to the substrate 1, and the 
first mask 58 is thereafter removed. The result of these 
manufacturing steps is shown in figure 8b, The laser material, 

10 i.e. the first set of layers 22, has only adjacently arranged 
modulator material, i.e. the second set of layers, in the 
light transmission direction of the photonic device. Modulator 
material and some of the laser material in areas adjacent to 
the laser in a non-light transmission direction have been 

15 removed during the etching step due to the shape of the 

altejmative first mask 58. The reason for removing some of the 
laser material, at the same time as the modulator material is 
removed, is to remove any laser material that might have been 
damaged during earlier process steps. This will result in an 

20 improved perforTtiance of the photonic device. 

The modulator material is also removed adjacent to the 
modulator region in the light transmission direction thereof . 
This allows a window region 51 to be created during the 
following steps of the manufacturing process. 

25 A thin p-InP layer 59 is grown on top of the remaining sets of 
layers 22 and 31 and the exposed substrate 1 and an etch stop 
layer 60 is thereafter grown on top of the thin p-InP layer 
59. A cladding layer 7 is thereafter grown, and a contact 
layer 8 is grown on top of the cladding layer 7. The 

30 alternative second mask 52' is arranged on top of the contact 
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layer 8, directly above the first and second set of layers 22 
and 31, 

The contact layer 8 and the cladding layer 7, in areas not 
masked with the second mask 52', are etched away. The etching 
5 may be performed by a wet etching process, and the etching 

process is terminated when reaching the etch stop layer 60. An 
insulating material 53, such as a polymer, is thereafter spun 
on. 

The second mask 52' is removed and the contact layer 8 is 
10 divided into two parts, each part being separately arranged on 
top of the first and second photonic device, respectively. 
Metal contacts 9 and 21 are arranged on top of each part of 
the contact layer 8, A window region 51 is thus formed by the 
same material that is used to create the cladding layer l. 
15 This is shown in the cross -sectional perspective view in 
figure 9. 

The second mask 52 described in figure 7a, may naturally be 
used instead of the alternative second mask 52' applied in 
this embodiment. The wideness of the window region 51 would 
20 then be different. 

Figures 10a- 10c show cross -sectional views of the laser, 
modulator and window region of the photonic device shown in 
figure 9 • 

Figure 10a shows a cross -section of the laser of the photonic 
25 device along A-A in figure 9. The first set of layers 22 is, 

in this embodiment, shaped in a waveguide mesa that is covered 
by the thin layer 59 and the etch stop layer 60 that protect 
the waveguide mesa during the etch step. The waveguide mesa 22 
is arranged on the substrate 1 . The cladding layer 7 and the 
30 contact layer 8 are arranged on top of the etch stop layer 60 
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directly above the waveguide mesa 22. The width of the contact 
layer 7 and the waveguide mesa 22 is in this example equal, 
but the contact layer could be wider or narrower than the 
waveguide mesa 22 if desired. The waveguide mesa 22, the 
5 contact layer 7 and the contact layer 8 are surrounded by the 
insulating material 53 • 

Figure 10b shows a cross-section of the modulator of the 
photonic device along B-B in figure 9. The cladding layer 7 
and the contact layer 8 are surrounded by the insulating 
10 material 53, The second set of layers 31, which is arranged on 
the substrate 1, is covered by the thin layer 59 and the etch 
stop layer 60 and is surrounded by the insulating material 53, 
The etch stop layer 60 protects the modulator material during 
the etch step- 

15 Figure 10c shows a cross-section of the window region of the 
photonic device along C-C in figure 9. The cladding layer 7 
and the contact layer 8 are surrounded by the insulating 
material 53. The cladding layer 7 stretches all the way from 
the substrate 1 to the contact layer 8. The position of the 

20 window region 51 is indicated by the dashed circle in figure 
10c. A thin layer or etch stop layer may be present in the 
window portion 51, but is in this example omitted from the 
embodiment . 

In all the different embodiments of the present invention, a 
25 substrate has been used upon which the photonic devices have 

been manufactured, but it is of course possible to manufacture 
the devices on top of an epitaxially grown layer on any type 
of substrate, such as a semi -insulating substrate. A <1,0,0> 
InP substrate is preferably used in the manufacturing of the 
30 present invention when wet etching is used to form the 

waveguide mesa 22 and during the shaping of the contact layer 
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8 and the cladding layer 7. The photonic devices ttiust be 
directed in the <0,ij> direction to improve the etch profiles. 

The second mask 52 and 52' applied in the manufacturing steps 
according to the invention is in all embodiments removed after 
5 the insulating material has been applied to the photonic 

device. However, this is not necessary. The second mask is 
preferably a metal mask, and more preferably made from 
Titanium, and may thus be used in the photonic device as metal 
contacts. In that case, a part of the second mask has to be 
10 removed not to separate the metal contacts provided to the 
laser and the modulator of the photonic device. 

An other option is to keep the second mask and oxidise the 
second mask in certain areas to provide insulating properties. 
This will not be described in more detail since this is known 
15 to the skilled person in the art, and is not an essential part 
of the invention. 

This process may also be used when manufacturing DBR lasers 
with or without an optically connected modulator (DBR-BA) or a 
device with an integrated amplifier or detector. 
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Claims 

1. A method for manufacturing a first photonic device 
optically connected to a second photonic device, comprising 
the steps: 

5 a) epitaxially growing a first set of layers, including at 
least a first waveguide layer, on a semiconductor 
material having a dopant of a first type, 

b) applying an island mask on top of the first set of layers 
and removing the first set of layers in the unmasked 

10 areas, 

c) epitaxially growing a second set of layers for the second 
photonic device, including at least a second waveguide 
layer, on the semiconductor material in the unmasked 
areas, and thereafter removing the island mask, 

15 d) applying a first mask on top of the grown layers, 

removing the first and the second sets of layers in the 
unmasked areas, to form at least said first photonic 
device in a mesa structure and a second photonic device 
region coupled to said first photonic device in a light 

20 transmission direction, and removing the first mask/ 

e) epitaxially growing a cladding layer at least on top of 
the first set of layers and the second set of layers, 
said cladding layer having a dopant of a second type, 
opposite to said first type, 

25 f) epitaxially growing a contact layer on top of the 
cladding layer, and 
g) arranging a first and a second metal contact, being 

separated, on top of the contact layer, said first metal 
contact being arranged above said first set of layers and 

30 said second metal contact being arranged above said 

second set of layers. 



• * • • • 
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characterised in that the forming of the first photonic device 
into a mesa structure include using the first mask to form a 
mesa structure without an adjacently arranged second set of 
layers other than in the light transmission direction, and the 
5 method comprises the additional steps prior to step g) : 

fl) applying a second mask on the contact layer, covering at 
least a part of said first set of layers and at least a 
part of said second set of layers, 

f2) etching the contact layer and at least a part of the 
10 cladding layer, in the unmasked areas, and 

f3) applying an insulating material in the areas not covered 
with the second mask. 

2. The method according to claim 1, wherein the method 
further comprises the additional steps prior to step e) : 

15 dl) epitaxially growing a thin layer having a dopant of the 

second type on and around the first set of layers and the 
second set of layers, and 
d2) epitaxially growing an etch stop layer on top of the thin 
layer grown in step dl) , 

2 0 whereby the etching in step f2) is stopped by the etch stop 
layer grown in step d2) . 

3. The method according to any of claims 1-2, wherein said 
semiconductor material is an epitaxially grown layer on top of 
a substrate. 

2 5 4. The method according to claim 3, wherein said sxibstrate 
is a semi -insulating substrate, or a semiconductor substrate 
having a dopant of the first or the second type. 



5. The method according to any of claims 1-4, wherein said 
semiconductor material is a semiconductor substrate. 



17 

6. The method according to any of claims 1-5, wherein said 
first photonic device is selected to be any of the group: 
laser, detector and amplifier, 

7. The method according to any of claims 1-6, wherein said 
5 second photonic device is selected to be a modulator. 

8- The method according to any of claims 1-7, wherein the 
second mask is a metal mask, preferably made from Titanium. 

9. The method according to any of claims 1-8, wherein said 
Insulating material is selected to be a planarisable material, 

10 preferably a polymer _ 

10. The method according to any of claims l^-B, wherein said 
forming of the first photonic device into a mesa structure 
including the use of the first mask to form a mesa structure 
without an adjacently arranged second set of layers other than 

15 in the light transmission direction also include removing some 
of the first set of layers - 

11. The method according to any of claims l-lO, wherein the 
method comprises the additional steps of: 

modifying step d) to include using the first mask to 
20 remove said second set of layers in an area adjacent to 

the second photonic device, to form a window region in 
the light transmission direction of said first and second 
photonic device, and 

modifying step e) to include growing the cladding layer 
25 in the window region, 

12. The method according to claim 11, wherein the width of 
the part of said second mask used for masking said window 
region is larger further from the second set of layers 
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compared to the width of the part closest to the second set of 
layers . 

13, The method according to claim 12, wherein said window 
region masking part is selected to have a tapered shape. 

5 14. A device including a first photonic device optically 
connected to a second photonic device comprising: 

a first set of epi taxi ally grown layers, including at 
least a first waveguide layer, formed in a mesa structure 
on top of a semiconductor material having a dopant of a 

10 first type, 

a second set of epitaxially grown layers, including at 
least a second waveguide layer, formed in a second 
photonic device region being coupled to said first 
photonic device in a light transmission direction, on top 

15 of the semiconductor material, 

a cladding layer having a dopant of a second type, 
opposite to said first type, arranged on top of the mesa 
structure, the second photonic device region and the 
surrounding semiconductor material, 

20 - a contact layer arranged on top of the cladding layer, 

and 

a first and a second metal contact, separately arranged 
on top of the contact layer, said first metal contact 

m 

being arranged above said first set of layers and said 
: 25 second metal contact being arranged above said second set 

of layers, 

characterised in that said first set of layers is shaped into 
a mesa structure in an etching process to remove any adjacent 
arranged second set of layers in the non-light transmission 
'' I 3 0 direction, and said cladding and contact layers are shaped in 
an etching process to have a first contact mesa structure at 
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least above the mesa structure and a second contact mesa 
structure at least above the second photonic device region, 
the device further comprising; 

an insulating material applied around the not etched 
5 cladding and contact layer. 

15. The device according to claim 14, wherein a thin layer 
having a dopant of the second type is arranged on and around 

• the mesa structure and the second photonic device region, and 
an etch stop layer is arranged on top of the thin layer, 
10 whereby the etching of the cladding and contact layer, to 

shape the first contact mesa structure and the second contact 
mesa stjructure, is stopped by the etch stop layer. 

16. The device according to any of claims 14-15, wherein said 
first photonic device is any of the group: laser, detector and 

15 amplifier. 

17. The device according to any of claims 14-16, wherein said 
second photonic device is a modulator. 

18. The device according to any of claims 14-17, wherein said 
semiconductor material is an epitaxially grown layer on top of 

20 a substrate. • 

19. The device according to claim 18, wherein said substrate 
is a semi -insulating substrate, or a semiconductor substrate 
having a dopant of the first or the second type. 

20- The device according to any of claims 14-19, wherein said 
25 semiconductor material is a semiconductor substrate. 

21- The device according to any of claims 14-20, wherein a 
window region is provided in the cladding layer arranged 




20 



adjacent to said second contact mesa structure in the light 
transmission direction. 

22. The device according to claim 21, wherein the width of 
said window region is larger further from the second contact 

5 mesa structure compared to the width of the part closest to 
the second contact mesa structure. 

23. The device according to any of claims 14-22, wherein the 
first set of layers is shaped into a mesa structure by also 
removing some of the first set of layers in the non-light 

10 transmission direction. 
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Abstract 

The present invention relates to a photonic device including a 
first device comprising a first set of layers, including at 
least a first waveguide layer, arranged in a mesa structure, 
5 and a second set of layers, including at least a second 

waveguide layer, formed in a second device region coupled to 
said first device in a light transmission direction. A 
cladding layer is arranged on top of the mesa structure, the 
second device region and the surrounding semiconductor 

10 material. A contact layer is arranged on top of the cladding 
layer, and a first and a second metal contact is arranged on 
top of the contact layer. The first set of layers, the 
cladding and contact layers are shaped in etching processes to 
remove adjacent arranged material. An insulating material is 

15 applied around the not etched cladding and contact layer. The 
invention also relates to a manufacturing method. 
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